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@ Film with improved lap seal. 

@ A multilayered themioplastic film 10 having improved lap seal strength includes skin layers 12, 16 
having blends of ethylene propylene copolymer with polybutylene or propylene butene copolymer, or 
propylene butene copolymer. The core layer 14 comprises a linear ethylene alpha-olefin copolymer. 
Oriented shrink films can beneficially be made from three and five layer fonfnulations including such 
skin layer compositbns. 
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FIELD OF THE INVENTION 

This invention relates to thermoplastic film, and in particular to heat shrlnkable. thermoplastic packaging 
films having improved lap seals. The present invention is directed especially to shnnk films "W>z'"9 "^"''^^ 
ethylene propylene copolymer and pdybutylene or propylene butene copolymer resins, or alternatively pro- 
pylene butene copolymer, as a constituent of outer layers in a multilayer packaging film. 

BACKGROUND OF THE INVENTION 

The present invention is directed to new and useful f flms. and especially heat shrlnkable f nms One dis- 
tinguishing feature of a shrink film is the film's ability, upon exposure to a certain temperature, to shnnk or. if 
restrained from shrinking, to generate shrink tension within the film. h« P^usion 

The manufacture of shrink f nms. as is well known In the art. may be generally accomplished by exfrusion 
of the resinous materials which have been heated to their flow or melting point from an J" ^'l"^ 

or planar fbrm. After a post extrusion quenching to cool, the extrudate is then reheated to ite onentetion tem- 
perature range. The orientatton temperature range for a given film will vary with the different resmouspol^^^^ 

and blends thereof which comprise thef ilm. However, the orientation temperature range may generally be stat- 
ed to be above room temperature and below the melting point of the frfm. ,^ . . 

The terms "oriented" or "orientation" are used herein to describe the process and resultant produrt cter- 
acteristics obtained by stretching and immediately cooling a resinous polymericmaterialwhteh has been heated 
to -rtsorientetion temperature range so as to revise the molecular configuration of the matenal by physical align- 
ment of the molecules to improve mechanical properties of the film such as . f°'/''='"P'«- j""^ 
orientation release stress. Both of these properties may be measured .n accordance with ASTM D 2838-69 
(reapproved 1975). When the stretching force is applied in one direction uniaxial onentebon resulte. When he 
stretching force is applied in two directions biaxial orientetton resulte. Orientetten herein used inter- 
changeably with "heat shrinkability" with these terms designating a material which has been stretched and 
set by cooling at ite stretahed dimenstons. An oriented (i.e.. heat shrinkable) matenal will tend to retorn to ite 
original unstretehed dimensions when heated to an appropriate temperature below ite melting temperature 

"^"^The term "lap seal strength" is used herein to mean the strength of the film of the present Invention when 
sealed to iteelf, primarily assisted only by the weight of the product which is being packaged. Typically, shnnk 
Tnel heat Is employedtocreatethelap seal. This istobecontrastedto-heat seal strength" referring 

to «nve^nal heafseals created by the pressure of e.g. an Impulse sealer. TyptoaHy. seal bar heat is em- 

ployed to create the heat seal. n,„»»K-*nm 

Returning to the basic process for manufacturing the film as discussed above, it can be seen that the film 
once extruded and initially quenched to cool is then reheated to its orientation temperature range and onented. 
The stretchingtoorient may be accomplished in many wayssuch as. forexample, by "blown bubble techniques 

or "tenter framing". These terms are well known to those in the art and refer to orientation steps whereljy the 
material is stretched In the cross ortransveree direction (TD) and In the longitudinal or machine direction (MD). 
After being stretehed, the film is rapidly cooled to quench and thus set or lock-in the oriented molecular con- 

^"^"Aftel locklng-in the oriented molecular configuration the film may then be stored in rolls and utilized to 
tightly packageavariety of Items. In this regard, the producttobe packaged is firstenclosed in the heatshnnk- 

able material byheatseallngthe Shrink fnmtoiteelf where necessary. Thereafter.the enclosed pr^^^ 
jected to elevated temperatures by. forexample, passing the productthrough a "ot air or hot water tonnd The 
causes thef ilm to shrink around the product (also inducing creatton of the lap seal) to produce a tight wrapping 
that closely conforms to the contour of the product. .... . „ 

The abovegeneral outline for manufacturing films is not meantto be all inclusive s'"ce t.h's pr«:ess is well 
known to those In the art. For example, see U. S. Patent Nos. 4.274.900; 4.229.241; 4.194.039; 4,188,443; 
4 048 428 3 821 182 and 3.022.543. The disclosures of these patents are hereby Incorporated by reference. 
' Many variations on the above discussed general processing theme are available to thMe in the art de- 
pending upon the end use for which the film is to be put and the characteristics desired to be installed in the 
flm F.» example, the molecules of the film may be cross-linked during processing to improve the films abuse 
resistance and other characteristics. Cross-linking and methods for cross-linking are well known m the art. 
Cross-linking may be accomplished by irradiating the film or. alternaUvely. may be accomplished chemically 
through the utilization of e.g. peroxides. Another possible processing variatton is the application of a fine mist 
of silicone spray to the interior of the freshly extruded material to improve the further processability of the ma- 
terial. 
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In packaging applications Involving the application of a heat seal to close a package, a film with high shrink 
tension can sometimes undergo seal failure or weakening during a subsequent heat shrinking step. Where the 
seal is a lap seal, e.g. an overlap of f Qm typically on the underside of a package, seal failure can result in loss, 
damage, or contamination of the packaged product 
5 The inventor has discovered that the lap seal strength of certain packaging films can be significantly in> 

proved by using a blend of ethylene propylene copolymer and polybutyiene in the outer layers of such films. 

Alternatively, the lap seal strength of certain packaging films can be signif icanlJy improved by using a blend 
of ethylene propylene copolymer and propylene butene copolymer In the outer layers of such films. 

Films having outer layers comprising propylene butene copolymer are also beneficial. 

10 

OBJECTS OF THE INVENTION 

An object of the present invention Is to provide a film, especially a shrink film, which has stronger lap seals. 
15 DEFiNITIONS 

Unless specifically set forth and defined or limited, the terms "polymer* or "polymer resin" as used herein 
generally include nomopolymers, copolymers, terpolymers, block, graft polymers, random, and alternating 
polymers. 

20 The term "core" or "core laver" as used herein means a layer ina multilayer f Om which is enclosed on both 
sides by additional layers. 

The term "skin" or "skin layer" as used herein means an outer (i.e., surface) layer of a multilayer film. 
The term "intermediate" or "intermediate layers" as used herein means a layer of a multilayer f Dm which 
is not a skin layer, and typically is an adhesive layer for bonding a core layer to a skin layer. 
25 The term "linear low density polyethylene" (LLDPE) as used herein refers to a copolymer of ethylene and 

8% or less of butene, octene or hexene having a density of from 0.910 to 0.925 and in which the molecules 
comprise long chains with few or no branches or cross-linked structures. 

The term "linear medium density polyethlyene" (LMDPE) as used herein refers to a copolymer of ethylene 
and less than 8% butene, octene or hexene having a density of from 0.926 to 0.940 and in which the molecules 
30 comprise long chains with few or no branches or cross-linked structures. 

The term "polybutyiene" (PB) as used herein refers to a thermoplastic resin, typically semicrystalline. 
based on butene-1. 

The term "linear ethylene alpha olefin copolymer" (linear EAO) is used herein to refer to LLDPE, LMDPE, 
very low density polyethylene, and similar copolymers with a significant degree of linearity. Typical alpha ole- 
35 fins are C4 through Ca comonomers. 

The term "propylene butene copolymer" (PBC) as used herein refers to a thermoplastic resin formed from 
butene and propylene monomers wherein the propylene derived units are present as a major constituent, and 
the butene derived units are present as a minor constituent 

The term "ethylene propylene copolymer" (EPC) as used herein refers to a copolymer fomried from ethy- 
40 lene and propylene monomers wherein the propylene derived units are present as a major constituent and the 
ethylene derived units are present as a minor constituent 

The term "propylene homopolymer (PP) as used herein refers to a thermoplastic resin having a density 
of approximately 0.90 and made by polymerizing propylene with suitable catalysts as is well known in the art 

45 SUMMARY OF THE iNVENTION 

It has been discovered that a flexible thermoplastic packaging film having a desirable lap seal strength 
has been achieved by the multilayer flexible, thermoplastic packaging film of the present invention. This mul- 
tilayer film has a "core" layer that comprises a linear ethylene alpha olefin copolymer such as preferably linear 
50 low density polyethylene. Linear medium density polyethylene, very low density polyethylene, and propylene 
polymer or copolymer can also be used in the core layer. A preferred three layer embodiment also comprises. 
In addition to the above identified "core" layer, two skin layers each comprising a blend of an ethylene propylene 
copolymer and a polybutyiene. Preferably, the multilayer film is oriented so that it is heat shrinkable in at least 
one direction. 

55 The multilayerf ilm may. be combined with other polymeric materials for specif ic applications. For instance, 

relatively thin layers may be added on either or both sides of the basic preferred three layer structure, or within 
the structure, to improve seal strength or to lower gas or moisture permeability. 

Another embodiment of the present inventbn envisions a five layered film structure. A preferred five layer 
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structure comprises the same core and skin layers as the above discussed three layer structure and addition- 
ally includes two intermediate layers each comprising a low ethylene content propylene copolymer, or other 
polymeric material which can adequately adhere the skin layers to the core layer. Various polymenc adhesives 
are available which can function as the intermediate layers; some of these include carboxylic acid or acid an- 
5 hydride moieties. Linear EAO is a suitable material. ... j ^ » 

In still other alternative embodiments, three and five layer film structures like those descnbed above, but 
having a blend of EPC and propylene butene copolymer (PBC) in the skin layer can also be used beneficially 
in psudoging applications. 

Finally, a film comprising skin layers of PBC is also an alternative construction of benefit in the packaging 
10 field. 

BRIEF DESCRIPTION OF THE DRAWINGS 



IS 



Figure I is a cross sectional view of a preferred three layered embodiment of the present invention. 
Figure II Is a cross secttonal view of a preferred five layered embodiment of the present Invention. 



DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Referring to Figure I. which isacross sectional view of athree layered preferred embodiment of the present 
20 invention, it is seen that this embodiment 10 comprises core layer 14 and skin layers 12 and 16. The preferred 
thickness ratio of the three layers of 1/3/1 is demonstrated in Figure I. A preferred core layer 14 constituent 
comprises a linear low density polyethylene. However, it is believed that linear medium density polyethylene 
and other linear ethylene alpha olefins can be substituted as a core layer constituent without substantial al- 
teration of the characteristics of the final film product. The core layer 14 can also comprise propylene homo- 
25 polymer or copolymer. The propylene homopolymer may be obtained from the Himont under the trade desig- 
nation PD064. . ,■ I 

My experimentation has revealed that an especially preferred core layer formulation compnses linear low 
density polyethylene. This material may be obtained from the Dow Chemical Company under the tradename 

Doviriex2045. , 
30 Returning to Figure I and. in particular, to skin layers 12 and 16. appropriate skin layer formulations can 

be EPC blended with PB . 

Experimentation has also determined that a particularly preferred skin layer formulation compnses a blend 
of 1% to 30% PB with 70% to 99% EPC. more preferably 10% to 25% PB with 75% to 90% EPC. and most 
preferably 15% to 20% PB with 80% to 85% EPC. . „ o^,o tk^db 

35 The ethylene propylene copolymer may be obtained fipom Fine under the trade designation 8473. The PB 
may be obtained from Shell under the trade designation 0300 and 8310. 

An alternative skin layer comprises PBC, such as that available from Mitsui as TafinerXR 106L. 107L. and 
110L This material can opttonally be blended with propylene polymer or copolymer. Preferred blends include 
50% to 90% PP and/or EPC, more preferably 60% to 80% EPC. blended with 10% to 50%, more preferably 

40 20% to 40% PBC. 

Throughout this specification and claims all percentages are "by weight* percentages. 
Throughout the specif toation and claims all references to density are in gm/cc. 
In summary, my experimentation has determined that a particularly preferred embodiment of the present 
inventton comprises a core layer comprising linear low density polyethylene and skin layers compnsing a blend 
45 of 1 0% to 25% of polybutylene with 75% to 90% ethylene propylene copolymer. 

Although the above-discussed three layer formulations are generally preferred over structures having 
more than three layere as a result of the economics of manufactore, various five layer formulations are also 
satisfactory from a physical characteristics point of view. However, the cost of manufacturing a five layer f nm 
Is generally greater than that of a three layer film. 
so Figure II Is a cross secttonal view of a five layer film 18 of the present Inventton. The core layer 24 may 
comprise any of the core layer formulattons discussed above with regard to the core layer 14 of the three layer 

embodiment . 4- „, 

The skin layers 20 and 28 of the five layer embodiment may comprise any of the skin layer formulations 
discussed above with regard to the skin layere 12 and 16 of the three layered embodiment of Figure I. 
55 The f h/e layered embodiment of Figure II also Includes Intermediate layers 22 and 26. These intermediate 
layers can comprise low ethylene content propylene copolymer, or other polymeric material such as linear EAO 
which can adequately adhere the skin layers to the core layer. Various polymeric adhesives are available whteh 
can function as the intermediate layere. 
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My experimentation has revealed that a particularly preferred five layer structure will comprise skin layers 
20 and 28 which comprise a blend of 75% to 90% of an ethylene propylene copolymer (EPC) and 10% to 25% 
of a polybutylene; intermediate layers 22 and 26 comprising a low ethylene content propylene copolymen and 
a core layer 24 comprising a linear low density polyethylene. The EPC may be obtained from FIna under the 
5 trade designation 8473. The PB may be obtained from Shell under the trade designation 0300 and 831 0. The 
LLDPE may be obtained from the Dow Chemical Company under the trade designation Dowlex 2045. 

Those skilled in the art will readily recognize that all of the above disclosed, by weight, percentages are 
subject to slight variation. Additionally, these percentages may vary slightly as a result of the inclusion or ap- 
plteation of additives such as the silicone mist discussed below or agents such as slip and anti-block agents. 
10 Additional layers and/or minor amounts of additives may be added to either the 3-layer or 5-layer structure 
of the present invention as desired. 

In the preferred process for making the multilayer film of the present invention the basic steps are blending 
the polymers for the various layers, coextruding the layers to form a multilayer film, and then optionally stretch- 
ing the film to biaxially orient. These steps and additional desirable steps wBt be explained In detail in the para- 
15 graphs which follow. 

The process begins by blending the raw materials (i.e. polymeric resins) In the proportions and ranges 
desired as discussed above. The resins are usually purchased from a supplier in pellet form and can be blended 
in any one of a number of commercially available blenders as is well known in the art During the blending 
process any additives and/or agents which are desired to be utilized are also incorporated. 

20 The blended resins and applicable additives and/or agents are then fed Into the hoppers of extruders which 
feed the coextrusion die. For the three-layer film at least three extruders need to be employed if each layer 
Is to have a different composition. Two extruders are fed the materials desirable for the inner and outer skin 
layers and the other extruder is fed the linear low or linear medium density polyethylene material which is de- 
sired for utilization in the core layer. Additional extruders may be employed, if desired. Preferably the materials 

25 are coextruded as a hjbe having a diameter which is dependent on the racking ratio and desired final diameter. 
This coextruded tube is relatively thick and is referred to as the "tape". Circular coextrusion dies are well known 
In the art and can be purchased from a number of manufactures. In addition to tubular coextrusk>n, slot dies 
could be used to coextrude the material in pianar form. Well known single or multilayer extrusion coating proc- 
esses could also be employed if desired. 

30 An additional process step whish may be utilized is to Irradiate the tape or unexpanded tubing or sheet by 
bombarding it with e.g. high-energy electrons from an accelator to cross-link at least part of the tape. Cross- 
linking greatly increases the structural strength of the film or the force at which the material can be stretched 
before tearing apart when the film materials are predominately ethylene such as polyethylene or ethylene- 
vinyl acetate copolymer. Irradiation also Improves the optical properties of the film and changes the properties 

35 of the film at higher temperatures. If an irradiation step is employed a preferred Irradiation doseage level Is In 
the range of 0.5MR to 12.0MR. MR is an abbreviation for megarads. A megarad is 1 x 1 0^ rads with a rad being 
the quantity of Ionizing irradiation that results in the absorption of 100 ergs of energy per gram of irradiated 
material regardless of the source of the radiation. In some instances, it may be desirable to stretch the multi- 
layer film first and then irradiate It, or, if sequential coating Is employed one layer or a group of layers could 

40 be irradiated and then another layer or layers could be added before the final step of stretching and orienting. 
An additional optional process step is the application of a fine silicon spray to the interior of the newly ex- 
truded tape. 

Following coextrusion, quenching to cool, and If desired irradiation, the extruded tape Is optionally reheat- 
ed and is continuously inflated by internal air pressure Into a bubble thereby transfonming the narrow tape with 

45 thick walls into a wide film with thin walls of the desired film thickness. This process is sometimes referred to 
as the "trapped bubble technique" of oriention or as "racking". After stretohing, the bubble is then deflated and 
the film Is wound onto semi-finished rolls called mill rolls'. The racking process orients the film, by stretching 
it transversly and, to some extent, longitudinally to rearrange the molecules and thus Impart shrink capabilites 
to the film and modify the film's physical characteristics. Additional longitudinal or machine direction stretching 

50 may be accomplished by revolving the deflate rollers which aid in the collapsing of the "blown bubble" at a 
speed greater than that of the rolls which serve to transport the reheated "tape" to the racking or blown bubble 
area. Tenter framing can also be employed. All of these methods of orientation are well known in the art. 

The invention may be further understood by reference to the following tables. Table 1 Identifies the resins 
used in the subsequent tables. Table 2 compares various physical properties of the films of Examples 2-5 with 

55 a control film of Example 1 . The control film is Cryovac's MPD 2055 shrink film. Table 3 has several additional 
examples of the present inventive film. 

Hot slip properties referred to in the Tables are measured subjectively by taking the film to be tested, wrap- 
ping it around boxes, and running the boxes through a shrink tunnel. While the material is still warm, the boxes 
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10 



15 



20 



25 



are shifted pass each other, and a value between 1 and 5 is assigned according to the ease with vj^^^^^ the 
boxes slip or shift pass each other. The higher the number, the more slippery the film. The control MPD ma- 
terial, indicated as having a slip of 4 minus in Table 1 . Is usually in the 2 to 3 range, as shown for example in 
Table 2 

Cold slip involves the same procedure, but with the film cooling to room temperature before the slip test 

"^The benefit of slip values depends on the end use application. For example, sometimes low cold slip is 
beneficial, if movement of multiple packages as a unit is desired. ^ . 

Coefficient of friction (COF) is defined as the ratio or the force required to move or push a Um covered 
sled of 50 grams mass, divided by the weight of the object COF involves an objective ASTM procedure (/\STM 
D 1894) wherein a sled is covered with the film to be tested. A track on which the sled will be moved is also 
covered with the same film. The f Om is therefore sliding against itself. COF provides a more objective test of 

Because it takes more effort to initiate slip than to continue slip (as a result of inertia), a graphic represen- 
tation of COF values would typically show an initial peak which represents statte COF. The continuing curve 
on such a graph, representing the force needed to continue movement of the film covered sled against the 
flm covered table, is referred to as kinetic COF. 

In the Tables the phrase "in" for the COF values ref^ to the fact that each of the film samples in contact 
with each other are positioned so that the surface of the f Urn representing the interior surface of the film dunng 
the tubular extrusion from a die is in contact with a like surface on the second film sample. 

Com^ereely, the phrase "out" in the table indicates that exterior surfaces of the film are placed against 
each other 

Note that Examples 7 and 8 differ in that the film of Example 7 was subjected to a silicone misting step 
as described above; the film of Example 8 was not 

Also the skin layers of Examples 6 through 8 included about 1% of slip and antiblock additives; the inter- 
mediate layers of Examples 6 through 8 included about 1/2 percent of slip additives. 

The films of Examples 1 to 10 were made by the coextrusion processes described above, including the 
orientation steps but not including Irradiation of the materials. 
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Lap seal strengths indicated in the previous Tabies were measured according to an Internally developed 
test method as follows. A standa«l sized gift box (approximately 10 inches x 7 inches x 2 inches) is loaded 
with a piece of plywood about 1/2 Inch thick. The wood is added in order to keep the box on the conveyor belt 
when subjected to the movement of hot air inside the shrink tunnel. Film of the present inventon is wrapped 
around the loaded box. forming a tube. The wrapping is done by means of a Weldotron 1400 wrapper. The 
film is aligned with respect to the box so that the machine directton of the film corresponds to the longest di- 
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menslon of the box. After wrapping, the film tube is cut and simultaneously trim sealed using a hot wire. The 
lapped material is tacked in place along the length of the package using an electrostatic arc. The film is then 
shrunk around the box In a hot air shrink tunnel, and the heat of shrinking forms the lap seal bond. One inch 
strips are cut perpendicular to the lap seal, and the strength of this seal is measured with an Instron type tensile 
5 strength tester in a conventional manner. 

It should be understood that the detailed description and specific examples which indicate the presently 
preferred embodiments of the invention are given by way of Illustration only since various 



10 Claims 

1. A multilayer film comprising: 

a) a core layer comprising a linear ethylene alpha olefin copolymer; and 

b) two skin layers comprising a polymeric material selected firom the group consisting of: 
15 i) a blend of ethylene propylene copolymer and polybutylene, 

ii) a blend of propylene monopolymer or copolymer and propylene butene copolymer; and 
ill) propylene butene copolymer. 

2. The film of claim 1 wherein the two skin layers are formed of the same polymeric material. 

20 

3. The film of daim 1 or 2 wherein the linear ethylene alpha olefin copolymer is selected from the group 
consisting of: 

a) linear medium density polyethylene; 

b) linear low density polyethylene; and 
25 c) very low density polyethylene. 

4. The film of any preceding daim wherein the skin layers each comprise either 

a) a blend of 75% to 90% ethylene propylene copolymer and 10% to 25% polybutylene, or 

b) a blend of 50% to 90% propylene polymer or copolymer and 10% to 50% propylene butene copolymer. 

30 

5. The film of any preceding daim. further comprising at leasttwo intermediate layers comprising a polymeric 
adhesive, preferably a low ethylene alpha olefin copolymer. 

6. The film of any preceding daim wherein at least one layer of the film is cross-linked. 

35 7. The film of any preceding daim wherein the film is oriented in at least one direction. 

8. A process in which a film according to daim 7 is used to wrap an artide and is then heat treated to shrink 
the film around the artide. 

^ 9. A process in which a film according to any of claims 1 to 7 is used to wrap an article and in which the film 
is sealed around the artide in the process by contacting two skin layers and tap sealing them together. 

10. A packaged artide surrounded by a film according to any of daims 1 to 7. 

11 . A process of making a multilayer film by coextruding 

^ a) a core layer comprising a linear ethylene alpha olefin copolymer; and 

b) two skin layers comprising a polymeric material selected from the group consisting of: 

i) a blend of ethylene propylene copolymer and polybutylene, 

ii) a blend of propylene monopolymer or copolymer and propylene butene copolymer; and 

iii) propylene butene copolymer. 

50 

12. A process according to claim 11 in which the coextruded film is then oriented in at least one directton. 
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